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PROCESSES
Reaming
and
Filing
p. 65

Heating
the

Investment
with the
Torch

Placing

the

Flask

in the

Machine

p. 64

Winding

the

Spring

of the

Machine

p. 66

Locking

the

Carrier

p. 66

Ream the sprue hole twice its original size.
File across the top of the invested flask to be
sure of an even surface.

Heat the sprue-hole end of the invested flask
with the flame of the blow torch until red hot.
Note: If flask was baked in an inlay furnace,
omit heating with blow torch.

CASTING

Place the flask in the machine.

Wind the spring,

Lock the carrier as shown in Fig. 14.

Heating
the
Metal
p. 66

Heat the metal and sprinkle with borax or pre-
pared reducing flux when it becomes red hot
and again when it reaches the fluid state just
before it is cast.